EXAMPLES  OF CYANIDE PRACTICE.
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cent, of •— 90 product with 7-dwt. ore.    About 70 per cent, of the — 90 grade will pass a 200-mesh (0-003 inch aperture) screen
Sorting has been largely abandoned, as trials show that the percentage
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26ter through coarse screens by stamps ; de-watering in cones ; crushing in tube mills ; diluting and passing the pulp-over amalgamated plates ; classifying the pulp in cones into sand and slime, with return of a classified underflow to the tube mill ; cyanic!ing of collected, sand by percolation ; coagulation of slime with lime, and treatment with cyanide by decantation (p. 356) ; precipitation of gold by lead-zinc shavings ; dissolving the zinc in bisulphate of sodium, and fusing the residue with fluxes. or with litharge. Owing to the Hat nature of the ground, elevation of the pulp by pumping or tailing wheels is required during treatment and in the disposal of tailing. The methods are continuously undergoing revision, and new plants exhibit new features, while old machines, partly discredited, still continue at work- in old plants, to be discarded when it is profitable to-do so. There is accordingly considerable divergence between the methods in use side by side.
